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TO ALL WHOM IT MAY CONCERN: 

Be it known that WE, TADAYOSHI OKADA, NOBUYOSHI UNO and SHIN 
KUBOTA, citizens of Japan, whose post office addresses are c/o Nippon Steel Corporation, 
Technical Development Bureau, 20-1, Shintomi, Futtsu-shi, Chiba 293-851 1, Japan, have 
invented an improvement in 

HIGH-STRENGTH BOLTED CONNECTION STRUCTURE WffH 

WITH 

NO FIRE PROTECTION 

TECHNICAL FIELD of which the following is a 

SPECIFICATION 

CROSS-REFERENCE TO RELATED APPLICATION(S) 

[00011 The present application claims priority under 35 U.S.C. § 1 19 from Japanese Patent 
Application Nos. 2002-266534 and 2003-155127, filed on September 12, 2002 and May 30, 
respectively, the entire disclosures of which are incorporated herein by reference. 
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FIELD OF THE INVENTION 

[0002] —The present invention relates to a high-strength bolted connection structure with no 
fire protection that can be applied to the case of a high-strength bolted connection of a column to 
a beam member or to beam members constituting a steel structure for which fire resistance is 
required, directly or indirectly, via a join metal such as a T-shaped join metal or a splice-plate. 
The high-strength bolted connection structure with no fire protection of the present invention 
includes both a friction type high-strength bolted connection structure with no fire protection and 
a tension-type high-strength bolted connection structure with no fire protection. 

BACKGROUND AR TBACKGROUND INFORMATION 
[0003] —In a steel structure for which fire resistance is required, when the constituent pillars 
or beam members are exposed to high temperature at the time of a fire and their strength is 
lowered, they can no longer function as the steel structure adequately. Thus, conventionally, 
such steel members have been protected from a high temperature by means of a complicated fire 
protection provided on the steel members themselves or by provision of protective structure 
using fire resistant material, 

[0004] —However, provision of such a fire protection on steel members or a protective 
structure for steel members leads inevitably to an increase in material cost as well as in 
construction cost. Therefore, recently, several fire-resistant steels having excellent high- 
temperature strength have been developed which steels have an increased high-temperature 
strength for a time period corresponding to duration of a fire, and which are mainly directed to 
realization of a steel structure with no fire protection. Thus, the same excellent high-temperature 
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strength is also required for a high-strength bolted connection of steel members formed of such 
fire resistant steels. 

[0005J —As regards high strength bolts and nuts, Japanese Patent Publication No. 02-247355 
( e.g., see claim 1, Table 7 and Fig. 1 thereof), for example, ha s propo s ed describes a Mo-added 
steel, suitable to be used for bolts and nuts, which has a bolt tensile strength of 1000 N/mm 2 or 
higher at room temperature, and has excellent hi gh-high-temperature strength at temperature of 
600°C or higher. However, thissuch steel does not have adequate high-temperature strength, and 
requires addition of expensive alloy elements such as Ni, V, etc. in order to obtain increased 
high-temperature strength, which gives rise to the problem of increased cost. 

[0006] —Japanese patent Publication No. 05-51698 (e.g., see claim 2 and Table 2 thereof) 
and Japanese patent Publication No. 05-98389 ( e.g., see claim 1 and Table 2) have propos e d 2 
thereof) describe a steel material, suitable to be used for bolts and nuts, which has a bolt tensile 
strength of 1000 N/mm 2 or higher at room temperature, and has yield strength of 400 N/mm 2 or 
higher at temperature of 600°C. However, thksuch steel requires addition of special elements 
such as Nb, W, etc., and thus gives rise to the problem of increased cost. Also, high temperature 
strength is still insufficient. 

[0007] —On the other hand, although, in the case of above-described conventional high- 
strength bolts having known fire resistance, the bolt tensile strength may sometimes become as 
high as about 1 100 N/mm 2 , there is another problem, that is, the problem of "delayed fracture", 
that, even if the bolt is used under stress equal to or lower than the yield stress, after a certain 
time period has elapsed from clamping, the bolt may suddenly break, which does not permit the 
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bolt to be used as an important joint member of a steel structure. Thus, one is forced to adopt 
conventional bolt tensile strength of about 1000 N/mm 2 as the upper bound, so that the number 
of bolts and length of the joint metal member is inevitably increased. Thus, there is still a strong 
need for a reduction in cost as well as a reduction in the work execution time. 



The high strength bolts and nut s as disclosed in above d es crib e d known literature are all 

characterized by the amount of added alloy elements, and in a ddition t o the essenti al problem 
that , in o r d e r t o improve fire resistanc e , th e amount of e xpen s iv e additive e l e m e nts, and h e nc e 
the material co s t, must increas e , th e r e is anoth e r probl e m that th e phenomena of d e lay e d fractur e 
may occur. 

It i s therefore an object of th e p r esent inv e ntion to provid e a high s trength bolt e d 

co nn e ction structure with no fir e protection using an ultra high strength bolt which do e s not 
r e quir e fir e prot e ction or a prot e ctiv e structur e of r e fractory mat e rial and which can r e solve th e 
problem of delay e d fractur e and can as s ur e ad e quate strength at a temp e rature of 650°C whil e 
allowing a r e ducti o n in material co s t a s well as r e duction in th e work ex e cution tim e . 
SUMMARY OF THE INVENTION 

In ord e r to attain above object, the present invention provides (1) ■ (9) as described 

below. 

(1) A high - s trength bolted connecti o n s tructure with no fir e prot e ction, being a fir e 

r es i s tant high strength bolted conn e ction structur e of a ste e l structur e having columns and/or 
beams, charact e riz e d in that an ultra high str e ngth bolt with exc e llent fir e re s istance i s us e d, 
which bolt has bolt tensile s trength (TS) of 1200 N/mm 2 or higher at roo m temperat ure a n d 
which has a bolt shear proof stress (bit) at 650°C satisfying equation <l> b e low: 
bit >ixx N q /(v x bAs ) <1> 

where bit : bolt sh e ar proof stress at high t e mp e rature 

(N/mm 3 ) 

bit ~ TS W3 

TSt : bolt t e nsil e str e ngth at high t e mp e rature 

( N / m m 2 ) 

\x : coeffici e nt of slip at room temperatu r e 

No : design bolt tension (N) 

v : safety factor for long term load 

bAs : cross sectional area of bolt s hank (mm 2 )r 

(2) A high strength bolted conn e ction structur e with no fir e protection according to (1), 

wh e r e in, in said high strength bolt e d conn e ction structur e , th e allowable long t e rm shear forc e 
(Qs) of s aid b e am at room t e mp e ratur e s atisfi es equation <2> b e low: 

Qs < (ns x br + (nf ns) x bit) x bA s <2> 

wher e Qs : allowable long t e rm sh e ar f o rce o f the b e am 

at room t e mp e ratur e (N ) 

Qs = fs x Ab 
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fs : allowable long term shear proof stres s of 

t h e beam (N/mm 2 ) 

Ab : cro s s sectional ar e a of th e b e am (mm 2 ) 

ns : number of tension bolts in the floor slab on 

th e upp e r flang e sid e of th e beam 

bx : shear proof str e s s of the bolt at room 

temp e ratur e ( N/m m a ) 

bx - TS/V3 

TS : tensile str e ngth of th e bolt at room 

temperature (N/mm j ) 

nf : numb e r of tension bolts on th e upper flang o 

s ide of the beam 

bit : shear proof stres s of the bolt at high 

temperature (N/mm 2 ) 

bit - TS W3 

TSt : tensil e s trength of the bolt at high 

t e mperatur e (N/mm 3 ) 

bAs : cros s se ctional area of bolt s hank (mm% 

(3) A high s tr e ngth bolt e d connection structur e with no fir e prot e ction according to (1) 

or (2), wh e r e in said high str e ngth bolt e d conn e ction s tructure is compos e d of a s e t of a high - 
strength bolt, a nut and a washer, and joint m e tal, and wh e rein said nut and washer ar e a g e n e ral 
structural h e xagon nut and a structural plain wash e r e ach having no d e fin e d fire r e sistanc e . 

( 4 ) A high strength bolt e d connection structur e with no fir e prot e ction according to (1) 

or (2), wherein said high strength bolted connection s tructure is composed of a s e t of high - 
strength bolt, a nut and a wash e r , a nd j o int m e tal, and wher e in a part or all of said joint metal is 
form e d of a st ee l mat e rial having an assur e d high t e mp e ratur e s trength. 

(5) A high str e ngth bolt e d connection structur e with no fir e prot e ction according to (1) 

or (2), wh e rein, in s aid high - strength bolted connection s tructure, a part or all of s aid columns 
and/or beams used are formed o f a steel material having an assured high - temperature str e ngth. 

(6) A high str e ngth bolted conn e ction s tructur e with no fire protection according to (1) 

or (2), where i n said high - strength bolt contains, in % by weight, C: 0. 3 0 - 0. 4 5%, Si: less than 
0.10%, Mn: more than 0. 4 0% ■ le ss t han 1 .00%, P: loss than 0.010%, S: 0.010% or less, Cr: 
0.5% or mor e ■ l o ss than 1.5%, Mo: mor e than 0.35% ■ l o s s than 1.5%, V: mor e than 0.3% ■ 
1 .0% or less, with th e balance b e ing Fe and unavo i dable impuriti e s , and wherein s aid high - 
strength bolt is an ultra high str e ngth bolt having e xc e ll e nt fir e resistance and a d e lay e d fracture 
r e sistanc e satisfying equations <3> and < 4 > below: 

TS<(1.1 xT + 850) — <3> 

TS < (550 xC e q+ 1000) <1> 

wh e r e TS : tensil e str e ngth of th e high s tr e ngth bolt at 

room temperatur e (N/mm 2 ) 

T i tempering t emperature (°C) 

Ceq : carbon equivalent (%) 

C e q ~ C + (Mn/6) + (Si/2 4 ) + (NiA l O) +(Cr/5) + (Mo/ 4 ) + (V/1 4 ). 



SUBSTITUTE SPECIFICATION 

NY02.-457485.1 5 



A35998 074224.0118 
-^9-PATENT 

(7) A high str e ngth bolt e d conn e ction structure with no fir e prot e ction according to (3), 

wh e r e in s aid high - streng t h b o l t c o ntains, in % by weight, C: 0.30 - 0. 4 5%, Si: l e ss than 0.10%, 
Mn: more than 0. 4 0% — le ss th a n 1. 0 0%, P: l e ss than 0.010%, S: 0.010% or less, Cr: 0.5% or 
mor e l o ss than 1 .5%, Mo: mor e than 0.35% ■ l e ss than 1 .5%, V: moro than 0.3% ■ 1 .0% or 
l e s s , with the balance b e ing F e and unavoidable impuriti es , and wherein said high str e ngth bolt is 
an ultra high str e ngth bolt having excellent fir e resistance and a d e layed fractur e r es istance 
s atisfying equations <3> and <4> b e low: 

¥&- <(l.l ><T + 850) <3> 

TS < (550 x C e q + 100 0 ) < 4 > 

wh e re TS : t e nsil e strength of th e high strength bolt at 

r o om t e mp e ratur e (N / mm *) 

T : tempering temperature (°C) 

C e q : carbon equivalent (%) 

Ceq ~ C + (Mn/6) + (Si/2 4 ) + (Ni/ 4 0) +(Cr/5) + (Mo/ 4 ) + (V/1 4 ). 

(8) A high - strength bolted conn e ction structure with no fir e protection according to ( 4 ), 

wher e in said high str e ngth bolt contain s , in % by w e ight, C: 0.30 - 0. 4 5%, Si: less than 0.10%, 
Mn: mor o than 0. 1 0% ■ l os s than 1.00%, P: los s than 0.010%, S: 0.010% or l o ss, Cr: 0.5% or 
mor e ■ less than 1.5%, Mo: more than 0 .35% ■ l e s s than 1.5%, V: moro than 0.3% ■ 1.0% or 
less, with the balance being Fe and unavoidable impurities, and wherein said high str e ngth bolt is 
an ultra high str e ngth bolt having e xc e ll e nt fir e r e sistance and a delay e d fractur e r es istanc e 
s atisfying equations <3> and < 4 > below: 

TS < (1.1 xT + 850) 

TS < (550 >< Ceq + 1000) <4> 

where TS : tensile strength of th e h igh strength bolt at 

room t e mperatur e (N/mm 2 ) 

T : temp e ring t e mperature (°C) 

Ceq : carbon equival e nt (%) 

Ceq - C + (Mn/6) + (Si/2 4 ) + (Ni/ 4 0) +(Cr/5) + (Mo/ 4 ) + (V/1 4 ). 

(9) A high strength bolted connection s tructur e with no fire protection according to (5), 

wh e r e in said high str e ngth bolt contains, in % by w e ight, C: 0.30 - 0. 4 5%, Si: l o ss than 0.10%, 
Mn: more than 0. 4 0% • less than 1.00%, P: less than 0 . 01 0 % , S: 0.010% or le ss , Cr: 0.5% or 
more — less than 1.5%, Mo: more than 0.35% - less than 1.5%, V: more than 0.3% ■ 1.0% or 
l e ss, with the balanc e being Fe and unavoidabl e impuriti es , and wh e r e in said high s tr e ngth bolt is 
an ultra high s trength bolt having exc e ll e nt fir e r es i s tanc e and a delay e d fractur e resistance 
s atisfying e quations <3>, < 4 > b e l o w: 

TS < (1 . 1 xT + 850 ) <3> 

TS < (550 x C e q + 1000 ) < 4 > 

wh e re TS : tensile strength of th e high strength bolt at 

room temperature (N/mm 2 ) 

T : t e mp e ring t e mp e ratur e (°C) 

C e q : carbon e quivalent (%) 

C e q - C + (Mn/6) + (Si/2 4 ) + (Ni/ 4 0) +(Cr/5) + (Mo/ 4 ) + (V/l 4 ). 
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BRIEF DESCRIPTION OF DRAWINGS 

Fig. 1 i s a perspe c tive view useful for explaining an example of a friction typ e high 

str e ngth bolt e d connection structure of b e am memb e rs to be connect e d according to the pr e s e nt 
inv e ntion; 

Fig. 2 is a s e ctional view us e ful for explaining an e xampl e of a friction typ e high s trength 

bolted connection structur e o f bra ce m e mb e rs to b e connected according to the pr e s en t inv e ntion; 
100081 Fig. 3 is a partial p e rsp e ctive view us e ful for explaining an exampl e of a The high- 
strength bolts and nuts as disclosed in above-described known literature are all characterized by 
the amount of added alloy elements, and in addition to the essential prob lem that, in order to 
improve Fire resistance, the amount of expensive additive elements, and hence the material cost, 
must increase, there is another problem that the phenomena of delayed fracture may occur. 

[00091 One of the objects of the present invention to provide a high-strength bolted 
connection structure with no fire protection using an ultra-high-strength bolt which does not 
require Fire protection or a protective structure of refractory material and which can resolve the 
problem of delayed fracture and can assure adequate strength at a temperature of 650°C while 
allowing a reduction in material cost, as well as reduction in the work execution time. 

SUMMARY OF THE INVENTION 

[0010] To attain certain advantageous results, at least one of which achieves the above- 
described object, exemplary embodiments of the present invention are provided , as described 
herein below. 

[00111 According to one exemplary embodiment of the present invention, a high-strength 
bolted connection structure with no Fire protection is provided. The bolted connection structure 
may have the fire resistance of a steel structure which includes columns and/or beams. Ultra- 
high-strength bolts having a bolt tensile strength (TS) at room temperature of 1200 N/mm or 
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higher at room temperature may be provided in this structure. The structure may have a bolt 
shear proof stress (bi t) at 650° satisfyin g equation <1> below: 

bxt> jaxN r AvxbAs) <1> 
where bit : bolt shear proof stress at high temperature (N/mm 2 ) 
btt=TSt/V3 

TSt : tensile strength of the bolts at high temperature (N/mm 2 ) 

|q : coeffici ent of sli p at room temperature 

No : design bolt tension (N) 

v : safety factor for long-term load 

bAs : cross-sectional area of bolt shank (mm 2 ). 

[00121 In addition, the bolted connection structure may have a long-term allowable shear 
force (Qs) of the beam at room temperature may s atisfy the relation <2> below: 

Qs < (ns x bx + (nf - ns) x bit) x bAs <2> 
where Qs : long-term allowable shear force of the beam at room temperature (N) 

Qs = fs x Ab 

fs : long-term allowable shear proof stress of the beam (N/mm 2 ) 
Ab : cross-sectional area (mm 2 ) 

ns : number of tension bolts in the floor slab on upper flange side of the beam 
bx : shear proof stress of bolt at room temperature (N/mm 2 ) 

bx=TS/V3 

TS : tensile strength of the bolts at room temperature (N/mm 2 ) 
SUBSTITUTE SPECIFICATION 
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nf : number of tension bolts on the upper flange side of the beam 
bit : shear proof stress of bolt at hi gh tem perature (N/mm 2 ) 

bxt = TSt/V3 

TSt : tensile strength of the bolts at high temperature (N/mm 2 ) 
bAs : cross-sectional area of bolt shank (mm 2 ). 

100131 According to another exemplary embodiment of the present invention, the bolted 
connection structure may be composed of sets of a high-strength bolt, a nut, and a washer, and 
joint metals, and the nut and washer are a general structural hexagon nut and a structural plain 
washer, each having no defined fire resistance. 

10014] According to yet another exemplary embodiment of the present invention, the bolted 
connection structure is composed of sets of high strength bolt, a nut, and a washer, and joint 
metals, and a part or all of the joint metals are formed of steel material having an assured high- 
temperature strength. 

[00151 According to still another exemplary embodiment of the present invention, a part or 
all of said columns and/or beams of the bolted connection structure used are formed of steel 
material having an assured high-temperature strength. Further, the high-strength bolt may be an 
ultra-high-strength bolt which may contain approximately, in % by weight, C: 0.30 - 0.45%, Si: 
less than 0.10%, Mn: more than 0.40% - less than 1.00%, P: less than 0.010%, S: 0.010% or 
less, Cr: 0.5% or more - less than 1.5%o, Mo: more than 035% ~ less than 1.5%, V: more than 
0.3% - 1.0%) or less, with the balance being Fe and unavoidable impurities. This high-strength 
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bolt may be an ultra-high-strength bolt having excellent fire resistance and resistance a delayed 
fracture resistance satisfying equations <3> and <4> below: 

TS < (1.1 xT + 850) <3> 

TS < (550 xCeq+ 1000) <4> 
where TS : tensile strength of the high-strength bolt at room temperature (N/mm 2 ) 
T : tempering temperature (°C) 
Ceq : carbon equivalent (%) 

Ceq = C + (Mn/6) ± (Si/24) + (Ni/40) + (Cr/5) + (Mo/4) + (V/14). 

[00161 In another exemplary embodiment of the present invention, the high-strength bolt is 
an ultra-high-strength bolt which may contain approximately, in % by weight, C: 0.30 - 0,45%, 
Si: less than 0.10%, Mn: more than 0.40% ~ less than 1.00% P: less than 0.010%, S: 0.010% or 
less, Cr: 0.5% or more - less than 1 .5%, Mo: more than 0.35% - less than 1.5%, V: more than 
0.3% ~ 1.0% or less, with the balance being Fe and unavoidable impurities. The high-strength 
bolt is an ultra-high-strength bolt having excellent fire resistance and a delayed fracture 
resistance satisfying equations <3> and <4> are below: 

TS < (1.1 xT + 850) <3> 

TS < (550 x Ceq + 1000) <4> 
where TS : tensile strength of the high-strength b olt at room tem perature (N/mm 2 ) 
T : tempering temperature (°C) 
Ceq : carbon equivalent (%) 

Ceq = C + (Mn/6) ± (Si/24) + (Ni/40) + (Cr/5) ± (Mo/4) ± (V/14). 
SUBSTITUTE SPECIFICATION 
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[00171 In a further exemplary embodiment of the present invention, the high-strength bolt is 
an ultra-high-strength bolt which contains approximately, in % by wei ght, C: 0.30 - 0.45%, Si: 
less than 0.10%, Mn: more than 0.40% - less than 1.00%, P: less than 0.010%, S: 0.010% or 
less, Cr: 0.5% or more - less than 1 .5%, Mo: more than 0.35% - less than 1 .5%, V: more than 
0.3%) - 1.0% or less, with the balance being Fe and unavoidable impurities. The high-strength 
bolt is an ultra-high-strength bo lt havin g excellent fire resistance and a delayed fracture 
resistance satisfying equations <3> and <4> below: 

TS<(1.1 xT + 850) <3> 

TS < (550 x Ceq + 1000) <4> 
where TS : tensile strength of the high-strength bolt at room temperature (N/mm 2 ) 
T : tempering temperature (°C) 
Ceq : carbon equivalent (%) 

Ceq = C + (Mb/6) + (Si/24) + (Ni/40) + (Cv/5) ± (Mo/4) ± (V/14). 

[00181 In another exemplary embodiment of the present invention, the high-strength bolt is 
an ultra-high-strength bolt which contains approximately, in % by weight, C: 0.30 - 0.45%, Si: 
less than 0.10%, Mn: more than 0.40% ~ less than 1.00%, P: less than 0.010%, S: 0.010% or 
less, Cr: 0.5% or more - less than 1.5%, Mo: more than 0.35% ~ less than 1.5%, V: more than 
0.3%) - 1.0% or less, with the balance being Fe and unavoidable impurities. The high-strength 
bolt is an ultra-high-strength bolt having excellent fire resistance and a delayed fracture 
resistance satisfying equations <3>, <4> below: 

TS < (1.1 xT + 850) <3> 
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TS < (550 x Ceq + 1000) <4> 
where TS : tensile strength of the high-strength bolt at room temperature (N/mm") 
T : tempering temperat ure (°C) 
Ceq : carbon e quivalent (%) 

Ceq = C + (Mn76) + (Si/24) + (Ni/40) + (Cr/5) + (Mo/4) + (V/14). 

[00191 All cited references and specifications referred to herein are hereby incorporated by 
reference in their entireties. 

BRIEF DESCRIPTION OF DRAWINGS 

[00201 Fig. 1 is a perspective view of an exemplary friction-type high-strength bolted 
connection structure of beam members to be connected according to the present invention; 

[00211 Fig. 2 is a sectional view of an exemplary friction-type high-strength bolted connection 
structure of brace members to be connected according to the present invention; 

[0022] Fig. 3 is a partial perspective view of an exemplary friction-type high-strength bolted 
connection structure of beam to T-shaped joint metals to be connected and a tension-type high- 
strength bolted connection structure of column to T-shaped joint metals to be connected 
according to the present invention; 

[0023] Fig. 4 (a) is a partial sectional view us e ful for explaining an example of a Fig. 4(a) is a 
partial sectional view of an exemplary friction-type high-strength bolted connection structure of 
beam to T-shaped joint metals and a tension-type high-strength bolted connection structure of 
column to T-shaped joint metals of Fig. 3; 
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[0024] —Fig. 4(b) is a partial plan view asefa hllustrated for explaining Fig. 4(a); 

|0025] —Fig. 5 is a partial sectional view useful for explaining an example of a of an exemplary 
friction-type high-strength bolted connection structure of beam to T-shaped joint metals and a 
tension-type high-strength bolted connection structure of column to T-shaped joint metals in a 
case of a floor slab disposed on the upper part of the beam flange; 

[0026] Fig. 6 is a v i ew us e ful Fig. 6 is a g ra ph illustrated for explaining the relation between 
the tempering temperature and tensile strength (TS) of steel and the presence or the absence of a 
delayed fracture; 

[0027] Fig. 7 is a vi e w us e ful Fig. 7 is a graph illustrated for explaining the relation between 
the carbon equivalent (Ceq %) and tensile strength (TS) of steel and the presence or the absence 
of a delayed fracture; 

[0028] Fig. 8 is a view useful Fig. 8 is a graph il lustrated for explaining the relation between 
test temperature and shear proof stress (TS/V3) (in the case of M22 bolts); 

[0029] Fig. 9 i s a vi e w u se ful Fig. 9 is a graph illustrated for explaining the relation between 
test temperature and shear proof stress (TS/V3) (in the case of Ml 6 bolts); 

[0030] Fig. 10 is a view useful Fig. 10 is a graph illustrated for explaining the relation 
between test temperature and shear proof stress (TSA/3) (in the case of M20 bolts); 

[0031] Fig. 1 1 i s a v ie w use fu l Fig. 1 1 is a graph illustrated for explaining the relation 
between test temperature and shear proof stress (TS/V3) (in the case of M24 bolts); 
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[0032] —Fig. 12(a) is a partial sectional view us e ful for e xplaining an e xample o f of an 
exemplary tension-type high-strength bolted connection structure of a column-beam provided 
with a floor slab (in the case of two bolts for T-shaped joint metal in the floor slab); 

[0033] —Fig. 12(b) is a side view useful for e xplaining the of an exemplary T-shaped joint 
metal of Fig. 12(a); 

[0034] —Fig. 12(c) is a plan view u s eful for e xplaining of the structure of Fig. 12(a); 

[0035] —Fig. 13(a) is a partial sectional view u se ful f or explaining an example o f of an 
exemplary tension-type high-strength bolted connection structure of a column-beam provided 
with a floor slab (in the case of four bolts for T-shaped joint metal in the floor slab); 

[0036] —Fig. 13(b) is a side view useful for explaining the of an exemplary T-shaped joint 
metal of Fig. 13(a); and 

[0037] —Fig, 13(c) is a plan view u se ful for explaining of the structure of Fig. 13(a). 

THE M O S T PREFERRED EMBODMENT DET AILED DESCRIPTION 
D e scription of the Exemplary embodiments of theinventio n 

[0038] The present invention is directed to a high-strength bolted connection structure, that 
is, a friction-type high-strength bolted connection structure and a tension-type high-strength 
bolted connection structure. The inv e ntion At least one of the exemplary embodiments uses ultra- 
high-strength bolts which can assure adequate strength (shear proof stress) at room temperature 
and at high temperature of 650°C, and which do not give rise to the problem of delayed fracture. 
Thus, the invention allows the number of bolts to be decreased and the length of joint metal to be 
reduced so that the overall cost and the work execution time can be reduced, and a high-strength 
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bolted connection structure with no fire protection can be realized that does not depend on a 
refractory covering or a protective structure using a refractory material. 

A high-str ength bolt o d connection s tructur e, which i ncludes a friction type high - strength 

bolt e d connection structure and a t e nsion - type h igh -stren gth bolted connection structur e, is to be 
d e sign e d, in accordanc e with "Guid e for design and work e xecution of high str e ngth bolted 
conn e ction" publish e d in 1973 and amend e d in 1993 by Archit e ctural Institut e of Japan, such 
t hat a fr i cti o n - typ e c onn e ction and a t e n s ion typ e conn e ction ar e tr e at e d ind e p e n de ntly of e ach 
oth e r in long - term de s ign at room temperature and in anti-s eismic design. There fore, in th e 
present inv ention, t oo, th e high strength bolt e d con nection s tructur e at high t e mp e ratur e will be 
d e scribed s e parat e ly for th e two typ e s of connection s tructur e , and the high str e ngth bolt e d 
conn e ct io n structur e s with no fir e protection, that is, a friction typ e high - st re ngth bolt e d 
c onn ectio n structure with no fire pr o tection and a te nsion type h ig h-stren gth bolt e d conn e ction 
structure with no fir e protection, are provided in accordan c e with the c on c ept of verification of 
fire r e si s tant s e curity of respe ctive typ e s of conn e ction. 

In th e pr e s e nt inv e ntion, both in th e ca se of a friction t yp e h ig h strength bolted 

c o nnection structure and in the cas e of a tension - typ e high - st rength bo lt e d c onn e ction s tr uct u re , 
th e high -s trength bolted connection structur e with no fir e protection is realiz e d basically by u s ing 
ultra high strength bolt s which have a bolt tensile strength at room temp erature of not less than 
1200N/mm * and not m ore than 1600 N/mm and which hav e e xc e ll e nt sh e ar proof s tress at 
650°C, tha t is, excel l e nt fir e resistanc e an d exc e ll e nt resistance to dela y ed fracture (including 
torshear - type high - stren g th bolts, hereinaft e r r e f e rred to as "ultra - high -s tr e ngth bolt s "). 

A st ee l mat e rial as disclos e d, for exampl e , in Japan e se Pat e nt Publication No. 2002 

276637 fil e d by the pre s ent applicant i s suitabl e to be us ed as th e steel ma teri al for high strength 
b o lts having exc e llent fire resistan ce fo r realizing th e present invention. As th e ste e l material 
disclosed in that invention is characterized by excellent r es is tance to delayed fra ctur e , and it has 
adequat e str e ngth at room temp e ratur e and also at a high t e mp e ratur e of 650°C, it i s highly 
suitabl e to be us e d a s th e mat e rial for ultra high s tr e ngth bolts having e xc e ll e nt fir e r e si s tanc e for 
r ealizing t he high s trength bolted conn e ct ion struct ure, with n o fire protection, of the pre s ent 
invention, 

[00391 For e xam p l e , th i s st ee l mat e rial may b e roll e d to a wir e rod and, from th e wir e rod, 
high stren gth bolts having the b olt thread of, for exa mple, M22 may b e form e d, and with 
appropriat e qu e nching and t e mp e ring, th e tensil e str e ngth of the bolts may b e adjust e d to the 
range of 1 200 - 16 00 N/mm 3 t o o btain t h e ultra- high-strength bolts, ha ving excell e nt fi re 
r e si s tanc e and e xc e llent resistanc e to d e lay e d fractur e , to be us e d in th e pr e s e nt inv e ntion. A s 
di s closed in the inv e ntion o f A high-strength bolted c onnection structure, which includes a 
friction-type high-strength bolted connection structure and a tension-type high-strength bolted 
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connection structure, is to be designed, in accordance with "Guide for design and work execution 
of high-strength bolted connection" published in 1973 and amended in 1993 by Architectural 
Institute of Japan, such that a friction-type connection and a tension-type connection are treated 
independently of each other in long-term design at room temperature and in anti-seismic design. 
Therefore, according the present invention, too, the high-strength bolted connection structure at 
high temperature will be described separately for the two types of connection structure, and the 
high-strength bolted connection structures with no fire protection, that is, a friction-type high- 
strength bolted connection structure with no fire protection and a tension- ty pe high-streng th 
bolted connection structure with no fire protection, are provided in accordance with the concept 
of verification of fire resistant security of respective types of connection. 

[00401 According to the present invention, both in the case of a friction-type high-strength 
bolted connection structure and in the case of a tension-type hi gh-strength bolted connection 
structure, the high-strength bolted connection structure with no fire protection is realized 
basically by using ultra-high-strength bolts which have a bolt tensile strength at room 
temperature of not less than 1200 N/mm 2 and not more than 1600 N/mm 2 and which have 
excellent shear proof stress at 650°C, that is, excellent fire resistance and excellent resistance to 
delayed fracture (including torshear-type high-strength bolts, hereinafter referred to as "ultra- 
hi gh-strength bolts"). 

[0041] A steel material as described, for example, in Japanese Patent Publication No. 2002- 
276637 may be suitable to be used as the steel material for high-strength bolts having excellent 
fire resistance for realizing the present invention. As the steel material disclosed in that 
invention is characterized by excellent resistance to delayed fracture, and it has adequate strength 
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at room temperature and also at a high temperature of 650°C, it is highly suitable to be used as 
the material for ultra-high-strength bolts having excellent fire resistance for realizing the high- 
strength bolted connection structure, with no fire protection, according to the present invention. 

[0042] For example, such steel material may be rolled to a wire rod and, from the wire rod, 
high strength bolts having the bolt thread of, for example, M22 may be formed, and with 
appropriate quenching and tempering, the tensile stren gth of the bolts may be adjusted to the 
range of 1200 ~ 1600 N/mm 2 to obtain the ultra-high-strength bolts, having excellent fire 
resistance and excellent resistance to delayed fracture, to be used in at least one exemplary 
embodiment according to the present invention. As described in above-mentioned Japanese 
Patent Publication No. 2002- 276637, in order to relax the stress concentration in the bolt thread, 
it is effective to form this ultra-high-strength bolts in shape such that bottom shape of the bolt 
thread is in the form of arch-like curve. 

[0043] —The ultra-high-strength bolts having excellent fire resistance and excellent resistance 
to delayed fracture used in the present invention may be applied to all sites. However, as the 
required characteristics may differ depending upon the application site, it is possible to strictly 
select application sites depending upon the required characteristics and to thereby reduce the 
burden of material cost. 

[0044] —In the high-strength bolted connection structure e faccording to the present invention, 
high-temperature strength, especially the level of the shear proof stress, of the high-strength bolts 
is required to be high. However, as the same shear stress as in the high-strength bolts does not 
act upon nuts and washers at the time of a fire when the bolted connection changes into pressure 
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bearing state, the same high-temperature strength is not required for them and, therefore, general 
structural high-strength hexagon nuts and structural high-strength plain washer having no 
defined fire resistance may assure adequate high temperature strength. 

[0045] —Columns and beam members, or joint metal, used in the high-strength bolted 
connection structure to which the present invention is applied, may be all formed of fire resistant 
steel material having adequatehigh- high- temperature strength at 600°C or higher, for example, 
NSFR400B, 490B, etc. However, as the required characteristics may differ depending upon the 
application site, it is possible to strictly select application sites for fire resistant steel material 
having adequate high-temperature strength at 600°C or higher, which imposes large cost burden, 
and to thereby reduce the burden of material cost. 

[0046] — Nexkr Accordinglv, the exemplary embodiments of the present invention will be are 
described in detail. herein: 

1. Case l. Case of friction-type high-strength bolted connection structure 

(1) Example of friction-type high-strength bolted connection structure 

[0047] —A friction-type high-strength bolted connection is a connection method in which joint 
members are tightly clamped via high strength bolts so as to transmit stress by the frictional force 
produced between members. Representative friction-type high-strength bolted connection 
structures include, for example, a high- high-strength bolted connection structure as shown in Fig. 
1, in which H-shaped beam members la and lb are joined b yhigh high- strength bolts 3 via outer 
splice plates 2a and inner splice plates 2b and side splice plates 2c, or a high-strength bolted 
connection structure as shown in Fig. 2, in which brace members Id and le are joined by high 
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high- strength bolts 3 via upper splice plate 2d and lower splice plate 2e, or a high-strength bolted 
connection structure as shown in Fig. 3, in which a beam member 6 is connected to T-shaped 
joint metal 7 by high-strength bolts 9. The connection structure shown in Fig. 3 in which a beam 
member 6 is connected to T-shaped joint metal 7 by high-strength bolts 9 and the T-shaped joint 
metal 7 is connected to a column member 5 b yhigh - high- strength bolts 8, includes a friction- 
type high-strength bolted connection structure and a tension-type high-strength bolted connection 
structure, and the connection structure connecting the T-shaped joint metal 7 to the column 
member 5 by the high-strength bolts 8 corresponds to a tension-type high-strength bolted 
connection structure to be described later. 

[0048] -^Fhe The exemplary embodiment of the present invention iscanbe applied, in a first 
aspect, to the friction-type high-strength bolted connection structure. 

(2) Concept of verification of fire resistant security of a friction-type high- 
strength bolted connection. 

[0049] —At the time of a high temperature due to fire, in the friction-type high-strength bolted 
connection structure in a steel structure, an introduced axial force is relieved and a sliding load is 
lowered due to relaxation of the bolts 3 and beam members (brace members) and splice plates 
and a decrease in Young's modulus of elasticity. However, since it is only required that the high- 
strength bolted connection can finally support the long term load, security of the high-strength 
bolted connection in fire resistance design needs only to be evaluated in terms of bearing proof 
stress (long term allowable shear proof stress), and not in terms of sliding proof stress. 
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[0050] —In accordance with equations (2. 3), (2. 4), Table 2. 2, Table 2. 3 defined in "Guide 
for design and work execution of high-strength bolted connection" published in 1973 and 
amended in 1993 by Architectural Institute of Japan (corresponding to F10T (JIS B 1 186)), 
security of the high-strength bolted connection at the time of fire can be verified if shear proof 
stress of the bolt bit (N/mm 2 ) at high temperature satisfies the relation <1>: 
bit ^ |i x N 0 /(v x bAs) <1> 

where bit : shear proof stress of the bolt at high 
temperature (N/mm 2 ) 

bxt = TSW3 

TSt : tensile strength of the bolt at high 

— temperature (N/mm 2 2) 

\i : coefficient of slip at room temperature 

No : design bolt tension (N) 

v : safety factor for long term load 

bAs : cross-sectional area of bolt shank (mm 2 )^ 

^wherein the design bolt tension (N 0 ) is expressed, for example, in accordance 

with the aforementioned "Guide for design and work execution of high-strength bolted 

connection" published by Architectural Institute of Japan, as follows: 

N 0 = 0.675 x TS x bAe 

where TS : tensile strength of the bolt at room 

temperature (N/mm 2 ) 

bAe : effective cross-sectional area of bolt thread (mm 2 ). 

$mm% 
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For example, when the coefficient of slip is 0.45 and safety factor for 

long term load (v) is 1.5, the equation <1> can be rewritten as equation <la>: 
bit > 0.2025 x TS x (bAe/bAs) <la>. 

[0051] —In addition, it can be seen that if, for example, the tensile strength of the bolt at room 
temperature (TS) is 1400 N/mm 2 and (the effective cross-sectional area of bolt thread portion of 
the bolt/ cross-sectional area of bolt shank) (bAe/bAs) is 0.816 for M16, M20, M24 (JIS B 
0123), and 0.832 for M22 (JIS B 0123), the condition that bit is, from equation <la>, not less 
than 23 1 N/mm 2 for M16, M20, M24, and not less than 236 N/mm 2 for M22, needs only to be 
satisfied. 

[0052] Further, th e pr e s e nt inv e ntors hav e found that Further, according to the present 
invention, in the fire resistant design of a friction-type high-strength bolted connection structure, 
since the evaluation is based on long term allowable shear proof stress, the high-temperature 
proof stress of nuts and washers can be finally neglected although it may somewhat affect the 
sliding load. Therefore, special fire resistance is not required to be given to the structural high- 
strength nuts or structural high-strength plain washers used in the high-strength bolted 
connection of the friction-type connection structure. 

[0053] —Further, although columns, beams, and joint metal having assured high-temperature 
strength are basically used, if a fire protection is used on a part of columns and beams, columns 
and beams may be formed of material of a low high temperature strength to obtain a connection 
structure that has substantially no problem. 

2. Case of tension-type high-strength bolted connection structures 
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(1) Examples of tension-type high-strength bolted connection structures 

[0054] —Tension-type high-strength bolted connection is a connection method in which stress 
in axial direction of high-strength bolts is transmitted, as in friction-type connection, using a 
compression force produced between members by tightly clamping the high-strength bolts. 
Representative examples of tension-type high - high-strength bolted connection structure include, 
for example, a connection structure as shown in Fig. 3, Fig. 4(a), and Fig. 4(b), in which a 
column 5 and beams 6 (including composite beams) are connected, via T-shaped joint metal 7, 
by high-strength bolts 8 (the high-strength bolts connecting the T-shaped joint metal to a column 
will be referred to hereinafter as tension bolts 8). As shown in Fig. 3, Fig. 4(a), and Fig. 4(b), the 
T-shaped joint metal and the beam 6 are connected by high-strength bolts 9 in a friction-type 
high-strength bolted connection. 

(2) Concept of verification of fire resistant security of a tension-type high- 
strength bolted connection. 

[0055] —In a tension-type high-strength bolted connection, when heated at the time of fire, 
thermal expansion of the beam is constrained by the column so that compression force from the 
beam is produced in the tension-type connection. However, as a sliding load is lowered, a long 
term load (long term allowable shear force of the beam) needs to be supported by bearing (shear) 
of the bolts. Usually, as shown in Fig. 5, for example, there is a floor slab 10 on the upper flange 
6a of the beam 6, and therefore, one may suppose that the high-strength bolts 8a in the floor slab 
10 have the shear proof stress at room temperature and the remaining high-strength bolts 8 have 
the shear proof stress of the bolts at high temperature. The T-shaped joint metal 7 and the beam 
6 are connected by high-strength bolts 9a in the floor slab 10 on the upper flange 6a and by 
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the high - high- strength bolts 9 on lower flange 6b in a friction-type high-strength bolted 
connection. Typically, there are provided studs 1 1 in the floor slab 10 with the function of fixing 
the floor slab 10 to the upper flange 6a of the beam 6 against shearing displacement. 

[0056] —On the other hand, in a cooling process, after heating, at the time of fire, shrinkage of 
the beam 6 is constrained by the column 5 so that tension from the beam 6 is produced in the 
tension-type connection, and therefore, a long term load (long term allowable shear force of the 
beam) needs to be supported by bearing (shear) of bolts. In addition, a tension force due to 
shrinkage of the beam 6 acts as an additional axial force so that the high-strength bolt 8 in the 
lower flange 6b (and web) of the beam 6 where cooperation of the floor slab cannot be expected, 
may be broken. In this situation, one may suppose that the high-strength bolts 8a in the floor 
slab 10 on the upper flange 6a of the beam 6 have the shear proof stress at room temperature and 
remaining high-strength bolts 8 outside of the floor slab 10 on the upper flange 6a of the beam 6 
have the shear proof stress of the high-strength bolts at a high temperature. 

[0057] —From what has been explained above, it can be concluded that the fire resistant 
security of tension-type high-strength bolted connection is determined by the cooling process 
after heating at the time of fire wherein the number of bolts that can support the long term load 
(long term allowable shear force of the beam) is less. Therefore, the fire resistant security of a 
tension-type connection can be verified by selecting the beam having the long term allowable 
shear force Qs (N) at room temperature as an upper bound such that not only relation <\> is 
satisfied, but also following relation <2> between the long term allowable shear force Qs (N) at 
room temperature and the shear proof stress at room temperature bx (N/mm 2 ) and the shear proof 
stress at high temperature bit (N/mm 2 ): 
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Qs ^ {ns x bi + (nf - ns) x bit } x bAs <2> 

where Qs : long term allowable shear force of thebeam 
beam at room temperature (N) 

— Qs = fs x Ab 
fs : long term allowable shear proof stress of 

— the beam (N/mm2) 

Ab : cross-sectional area of the beam (mm2) 

ns : number of tension bolts in the floor slab on 

— the upper flange side of the beam 
bx : shear proof stress of bolt at room 

— temperature (N/mm2) 

— bx = TS/V3 

TS : tensile strength of bolt at room temperature 

— (N/mm2) 

nf : number of tension bolts on the upper flange 

— side of the beam 

bit : shear proof stress of bolt at high 

— temperature (N/mm2) 

— bit = TSt/V3 

TSt : tensile strength of bolt at high temperature 

(N/mm2) 

bAs : cross-sectional area of the bolt shank (mm 2 ) 
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[0058] —For example, when a tension-type high-strength bolted connection as shown in Fig. 5 
is composed of M22 bolts in the case of high temperature of 650°C, and shear proof stress of the 
bolt at room temperature (bx) is 815 N/mm 2 and shear proof stress of the bolt at high temperature 
of 650°C (bit) is 238 N/mm 2 , the number of tension bolts 8 on upper flange 6a of the beam 6 
(nf) is 4 5 for example, and the number of tension bolts 8a in the floor slab 10 on upper flange 6a 
of the beam 6 (ns) is 2, for example, and the cross-sectional area of the bolt axis (bAs) is 380 
mm , then it can be seen that the long term allowable shear force of the beam at room 
temperature (Qs) can be selected, from equation <2>, to be 800 kN or lower. 

[0059] Th e p r esent inv e ntors hav e found that. According to the pre sent invention, as a fire 
resistant design of the tension-type high-strength bolted connection is evaluated by shear proof 
stress of the bolt at room temperature and at a high temperature, the high-temperature proof 
stress of nuts and washers can be neglected. Thus, the structural high- strength hexagon nuts and 
the structural high-strength plain washers used as nuts and washers in the tension-type 
connection are not required to be given any special fire resistance. 

[0060] —Although columns 5, beams 6, and joint metal 7 having assured high-temperature 
strength are basically used, if fire protection is used on a part of columns and beams, columns 
and beams formed of material of lower high-temperature strength can be used to obtain a 
connection structure that has substantially no problem. 

3. Characteristics r e quir e d preferred for steel for high-strength bolt 

[0061] A s r e ga r ds Regarding the steel for high-strength bolts used in the high-strength bolted 
connection structure with no fire protection, that is, friction-type high-strength bolted connection 
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structure with no fire protection and tension-type high-strength bolted connection structure with 
no fire protection according to the exemplary embodiment of the present invention, Japanese 
Patent Publication No. 01-191762 and Japanese Patent Publication No. 03-173745 
disclo s e describe a steel material in which, in view of the fracture surface of bolts due to delayed 
fracture indicating grain boundary fracture, impurities such as Mo, Cr, and the like in the 
chemical components constituting a steel are reduced to strengthen the grain boundary, while, in 
view of texture control, Mo and Cr are added for high temperature tempering at 400°C or higher 
to give a property such that, even if hydrogen that is responsible for delayed fracture may enter 
into steel, the hydrogen does not readily lead to a fracture. As is di s clo se d described in Japanese 
Patent Publication No. 05-9653, the reduction of the impurity P results in reduction of P 
segregated in the grain boundary and is particularly effective for strengthening a grain boundary. 

[0062] —However, in the case of above-mentioned steel, if hydrogen enters into steel 
components in excess of a certain concentration, a delayed fracture is still induced. Therefore, in 
order to further improve the resistance of bolts to delayed fracture, it is effective to obstruct 
entrance of hydrogen into steel components, or to reduce accumulation of hydrogen at prior 
austenite grain boundaries. 

[0063] As is disclos e d As is described in, for example, Japanese Patent Publication No. 05- 
70890, athe technology for suppressing entrance and diffusion of hydrogen into steel material by 
simultaneous addition of Si and Ni to steel components is proposed. However, such addition of 
Si not only impairs a cold forging property of the bolts, but also leads to an increased cost. 
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[0064] —A steel for bolts is disclosed, described, in response to the needs as described above,by 
th e invention in Japanese Patent Publication No. 07- 278735 which, by composite addition of 
elements Mo, Cr, V that give rise to notable secondary hardening at the time of tempering, 
exhibits tensile strength of 1200 N/mm 2 even when tempered at high temperature of not lower 
than 450°C, and has excellent resistance to delayed fracture. However, even in this case, there is 
a problem that, even if tempered at high temperature of not lower than 450°C, when tensile 
strength is adjusted to 1400 N/mm 2 or higher, delayed fracture occurs at higher rate. 

[0065] The pre s ent inventors have found A ccordin g to an exemplary embodiment of the 
present invention, as a result of intensive study conducted to resolve above-described problem, 
that an equation of the relation between the bolt tensile strength and tempering temperature, and 
an equation of the relation between the bolt tensile strength and carbon equivalent calculated 
from chemical components of a steel material can be deduced, and have confirmed that, by 
selecting the chemical components of a steel so as to satisfy the two equations, and by suitable 
quenching and tempering treatment, a steel material is obtained which can be heat-treated to give 
a bolt tensile strength of 1200 N/mm 2 or higher and has excellent resistance to delayed fracture, 
and which is thus highly suitable to be used as a steel material for high-strength bolts. 

[0066] —On the other hand jt ha s b ee n confirm e d that the fire resistant temperature of the steel 
having Fe as the main component and containing C, Si, Mn can be improved by adding alloy 
elements Cr, Mo, V, for example, used in fire resistant steel, to obtain a fire resistant temperature 
level of600°C or higher. 
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[0067] —From the foregoing, th e pr e s e nt inv e ntors hav e found it may be ascertained that the 
high-strength bolt having excellent resistance to delayed fracture and the high-strength bolt 
having excellent fire resistance have a common problem from the viewpoint of chemical 
components of steel material so that, by solving this common problem, an ultra-high- ultra high 
strength bolt can be obtained which has combined both characteristics and which can realize 
connection structure with no fire protection and which has excellent fire resistance at 650°C. 

(1) Chemical components of steel for ultra-high-strength bolt 

[0068] —Examples of chemical components (% by weight) of steel highly suitable as the steel 
for ultra-high-strength bolts used in the high-strength bolted connection structure with no fire 
protection, that is, friction-type connection structure with no fire protection and tension-type 
connection structure with no fire protection, of the present invention, will be described below. 

[0069] — C is an element necessar y which may be used to assure adequate tensile strength of 
steel by a quenching and tempering treatment. If the content of C is less than 0.30%, adequate 
strength at room temperature cannot be assured, and if C is added in excess of 0.45%, the 
toughness of steel is degraded. Therefore, the content of C is restricted to the range of not less 
than 0.30% ~ not more than 0.45%. 

[0070] —Si is an element n e c e ssary which may be used to deoxidize steel and effective for 
enhancing strength of steel. If the content of Si is 0.10% or more, the toughness of steel is 
degraded and the steel becomes notably more brittle. Also, as Si is an element which exhibits 
high solid solution hardening of ferrite, cold forging is difficult even when spherodization 
annealing is performed. In addition, since Si is an element which is likely to induce grain 
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boundary oxidation at the time of heat treatment, and resistance to delayed fracture of bolts tends 
to be degraded due to its notch effect, the content of Si should be decreased as far as possible. 
Therefore, the content of Si is to be restricted to less than 0.10%. 

[0071] — Mn is an element that is effective for improving hardenability. However, if the 
content is 0.40% or lower, desired effect cannot be obtained, and if Mn is added in an amount of 
1.00% or more, temper embrittlement is produced, leading to a degradation of resistance to 
delayed fracture. Therefore, the content of Mn is to be restricted to the range of more than 
0.40% ~ less than 1.00%. 

[0072] — P is an element that segregates at the grain boundaries and lowers the grain boundary 
strength and degrades resistance to delayed fracture. P is also an element that, in hydrochloric 
acid which is a remarkably corrosive environment, increases the amount of corrosion of steel 
through its promoting effect on the hydrogen production at the steel surface, and therefore, a 
content of P is to be lowered as far as possible. If the content of P is 0.010% or more, amount of 
hydrogen entering into steel increases notably. Thus, the content of P is to be restricted to less 
than 0.010%. 

[0073] — S is an element that segregates at the grain boundaries and thereby promotes 
embrittlement of steel. Therefore, a content of S is to be lowered as far as possible. If content of 
S exceeds 0.010%), embrittlement of steel becomes notable. Thus, the content of S is to be 
restricted to 0.010% or less. 

[0074] — Cr is an element that improves hardenability and high temperature strength of steel 
and is effective in giving steel the resistance to temper softening. If the amount of addition is 
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less than 0.5%, the ab o v e ■ above- described effect cannot be obtained. Thus, in view of economy, 
the added amount is to be restricted to the range of 0.5% or higher ~ less than 1 .5%. 

[0075] —Mo is an element that is most effective in improving high temperature strength and is 
also effective in improving the resistance to delayed fracture by permitting high temperature 
tempering. If the added amount is less than 0.35%, the effect described above cannot be 
obtained, and if the added amount is in excess of 1.5%, a solid solution of undissolved carbide in 
the mother phase is unlikely to be produced at the time of tempering, leading to degradation of 
ductility. Thus, the added amount is restricted to the range of more than 0.35% ~ less than 1.5%. 

[0076] —V is an element that improves strength (including high temperature strength) of steel 
by precipitating as minute nitrides and carbides at the time of tempering, and permits high 
temperature tempering, and is also effective in the size reduction of prior austenite particles. 
Further, the carbides and nitrides that precipitate at the time of tempering provide trap sites for 
hydrogen and are effective in remarkably improving the resistance to delayed fracture by 
decreasing the amount of hydrogen accumulated at grain boundaries. However, if the added 
amount is 0.3% or less, particle size No. 10 cannot be achieved for prior austenite particles, and 
therefore, the resistance to delayed fracture cannot be improved. If the added amount exceeds 
1.0%, the cold forging characteristics of bolts are impaired. As V is an expensive element, 
economy must also taken into account so that the content is to be restricted to the range of more 
than 0.3%- 1.0% or less. 
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(2) Tempering temperature characteristics 

[0077] —Since delayed fracture occurs as fracture at grain boundaries of prior austenite grains, 
in order to improve the resistance to delayed fracture, it is effective to avoid low temperature 
temper embrittlement region of 250 - 400°C. Further, in order to suppress segregation of film- 
formed cementite in prior austenite grain boundaries, it is effective to control the form of 
carbides by adopting higher tempering temperature. It is also effective to precipitate carbides 
and nitrides of V which serve as trap sites for hydrogen in order to decrease hydrogen 
accumulated in grain boundaries. Thus, it is possible to select a tempering temperature of 450°C 
or higher. 

[0078] —However, the present inventor s invention were not restricted by the above mention e d 
m e thod, and hav e found, above-described method, and it was determined, from experimental 
results, that the resistance to delayed fracture can be improved and delayed fracture can be 
reliably avoided by selecting tempering temperature satisfying the equation <3> of the relation 
between tensile strength TS (N/mm 2 ) of high-strength bolts and tempering temperature (°C) and 
the equation <4> of the relation between tensile strength TS (N/mm 2 ) of high-strength bolts and 
carbon equivalent Ceq (%). 

[0079] —By using a steel material satisfying these conditions to form high-strength bolts, ultra- 
high-strength bolts with tensile strength (TS) of bolts at room temperature of, for example, 1200 
N/mm 2 , and having excellent fire resistance with the shear proof stress (bit) of bolts at 650°C 
satisfying the above-described relation <1> can be obtained, and by using these ultra-high- 
strength bolts, the friction-type high-strength bolted connection with no fire protection and the 
tension-type high-strength bolted connection with no fire protection can be realized. 
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TS^(1.1 xT + 850) <3> 

TS S (550 xceq+ 1000) <4> 

where TS : tensile strength of high strength boltsat 
at room temperature (N/mm 2 ) 

T : tempering temperature (°C) 

Ceq : carbon equivalent (%) 

Ceq = C + (Mn/6) + (Si/24) + (Ni/40) + (Cr/5) + (Mo/4) + (V/14). 

[Examples of experimental tempering] 

[0080] Using the inventive Using the steel samples (1-10) having chemical compositions as 
shown in Table 1 according to the present invention , wire rods of (j)2L5 mm in diameter were 
subjected to hot rolling, and high-strength bolts with bolt thread of M22 were formed and 
adjusted by quenching and tempering to tensile strength of bolts in the range of 1200 ~ 1700 
(N/mm 2 ) to obtain ultra-high-strength bolts. 

[0081] —The tensile strength of bolts was adjusted by the composition of the steel and the 
tempering temperature, with the tempering temperature in the range of 290 ~ 700°C. This 
tempering was performed to give high temperature conditions for evaluating high temperature 
characteristics. This tempering temperature T (°C) and tensile strength TS (N/mm 2 ) of ultra- 
high-strength bolts of experimental examples after tempering (steel samples 1-10) are shown in 
Table 2 together with the case of high-strength bolts of comparative examples (steel samples 1 1 
- 18). 
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[0082] —Figs. 6 and 7 show occurrence or non-occurrence of delayed fracture after tempering 
from large specific experimental data obtained using the inventive steel samples (1-10) and 
comparative steel samples (11-18) shown in Table 1 with x mark (occurrence of delayed 
fracture) and .*. mark (no occurrence of delayed fracture) in the Figures. Both Figures show that 
delayed fracture did not occur in the region where above-mentioned relations <3> and <4> are 
satisfied. 
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Table 2 



S tool 
o ample 



Temp e r a^ 



temp e ratur e 



T e n si l e 
o trength 



1.1 T + 



TS < 



550 Coq ♦ 



Li m iting 
diffusive 



hydrogen 



Steel 



sample 



Tempering 
temperature 



Tensile 



(°C> 



strength 



TS < 
1.1 T + 



TS < 



Limiting 



850 



TS 

(N/mm 2 ) 



550 Ceq + 
1000 



diffusive 



hydrogen 
(ppm) 



Experimental 
examples 



1 
2 
3 
4 
5 
6 
7 
8 
9 
10 



550 
550 
500 
625 
650 
450 
570 
700 
660 
640 



1338 
1408 
1362 
1426 
1312 
1316 
1470 
1605 
1550 
1502 



1.54 



91 
54 
40 
70 
70 
90 
95 
05 
20 



Comparative 
examples 



11 
12 
13 
14 
15 
16 
17 
18 



525 
440 
390 
290 
435 
450 
450 
400 



1652 
1469 
1567 
1384 
1482 
1473 
1497 
1651 



CO 
CO 
CO 

CO 
CO 

CO 
CO 
CO 



CO 
CO 
CO 
CO 
CO 
CO 
CO 
CO 



0.12 
0 .29 
0.05 
0.09 
0.40 
0.45 
0.25 
0.10 



Ceq = C + (Mn/6) + (Si/24) + (Ni/40) + (Cr/5) + (Mo/4) + (V/14) 
Relation satisfied : .*. Relation not satisfied : x 



Example 

Example Example 

Example 1 

[0083] —Example 1 is a case of friction-type high-strength bolted connection structure in 
which, as shown in Fig. 1, beams la, lb are connected via outer splice plate 2a, inner splice plate 
2b and side splice plate 2c by high-strength bolts 3 and in which the beams la, lb, outer splice 
plate 2a, inner splice plate 2b and side splice plate 2c are formed of material having assured 
high-temperature strength at 650°C. 



[0084] —Fig. 8 is a view showing, for high-strength bolts with bolt thread of M22 (JIS B 
0123), the relation between shear proof stress TS/V3 (N/mm 2 ) of a ultra-high-strength bolts of 
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the present invention and a test temperature (°C) together with the cases of Comparative example 
1 (general F10T (JIS B 1 186) bolt), and Comparative example 2 (fire resistant F10T (JIS B 
1 1 86) bolt). The ultra-high-strength bolts of the present invention have the tensile strength at 
room temperature adjusted by heat treatment to 1400 N/mm 2 or higher, and long term allowable 
shear proof stress of this ultra-high-strength bolts is 236 N/mm 2 . The long term allowable shear 
proof stress of Comparative example 1, 2 is 147 N/mm 2 . 

[0085] —Fig. 8 shows that the ultra-high-strength bolts of the present invention have tensile 
strength at room temperature of 1412 N/mm 2 (=815 N/mm 2 x V3), and have the shear proof 
stress at 650°C (bit) of the bolt satisfying above-described relation <1> and the shear proof 
stress at 650°C (bit) is 1.3 times that of Comparative example 2. 

[0086J —Figs. 9, 10, and 1 1 show, for ultra-high-strength bolts of the present invention having 
bolt thread of Ml 6, M20, and M24, respectively, the relation between the shear proof stress 
TS/V3 (N/mm 2 ) and test temperature (°C). Each of the Figures shows that the ultra-high-strength 
bolts of the present invention have the shear proof stress of the bolt at 650°C (bit) satisfying the 
relation <1>. 

Example 2 

[0087] —Example 2 is a case of tension-type high-strength bolted connection structure in 
which, as shown in Fig. 5, a column 5 and T-shaped joint metal 7 are connected by high- strength 
bolts 8 and there is a floor slab 10. The column 5 and the T-shaped joint metal are formed of 
material having assured high temperature strength at 650°C, and the beams are formed of 
material having tensile strength in the 400 N/mm 2 class. 
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[0088] —Figs. 12 and 13 show examples of a tension-type connection in which a column 5 and 
a T-shaped joint metal 7 are connected by high-strength bolts having bolt thread of M22 (JIS B 
0123) and number of tension bolts 8a in the floor slab 10 on upper flange 6a of the beam 6 are, 
respectively, two and four. 

[0089] —Table 3 shows examples of the upper bound of selectable beam cross section (H- 
section beam), for the high-strength bolted connection structure of Figs. 12 and 13, that is 
determined from long term allowable shear proof stress Qs of the beam at 650°C using the 
above-described relation <2> based on numerical values indicated in Fig. 8. From Table 3, it can 
be seen that the ultra-high-strength bolts of the present invention permit a beam having the 
section H-400x200x8xl3 to be selected in the case where number of tension bolts 8a in the floor 
slab 10 is two (Fig. 12), and a beam having the section H-600x200x 12x22 to be selected in the 
case where number of tension bolts 8a in the floor slab 10 is four (Fig. 13), and that a beam 
having larger long term allowable shear proof stress Qs can be selected than with bolts of the 
Comparative examples. 
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[0090] —From what has been described in the foregoing, it can be confirmed that the ultra- 
high-strength bolts of the present invention have excellent fire resistance (high temperature 
strength) and excellent resistance to delayed fracture at room temperature and at high 
temperature of 650°C, and these characteristics fully satisfy the provisions of "Guide for design 
of high strength bolts M published in 1973 and amended in 1993 by Architectural Institute of 
Japan, and that, by using these ultra-high-strength bolts, high-strength bolted connection 
structures with no fire protection, that is, friction-type high-strength bolted connection structures 
with no fire protection and tension-type high-strength bolted connection structures with no fire 
protection, can be realized. 

[0091] —The present invention is by no means restricted to structures and examples as 
described above, and conditions of the connection structure and conditions of high- strength bolts 
(including fire resistant steel used for construction) may be modified depending upon the 
connection to be formed, site of usage, and environmental conditions, within the scope of the 
appended claims. 

[0092] —The present invention presupposes that, in high-strength bolted connection structure 
forming steel structure for which fire resistance is required, main members to be connected (for 
example, columns, beams, or braces) have, basically, an adequate high-temperature strength at 
650°C and can realize connection structures with no fire protection, and in order to fully exploit 
the high-temperature strength of these main members (for example, pillars, beams, or braces), 
the present invention uses ultra-high-strength bolts having, for example, a 1 .4 times or more 
larger bolt tensile strength at room temperature than conventional F10T bolts and a 1.3 times 
larger shear proof stress at 650°C than conventional fire resistive F10T bolts to realize a high- 
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strength bolted connection structure with no fire protection at high temperature of 650°C, to 
thereby realize reduction of cost as well as reduction of work execution time. 

[0093] —For nuts and washers used in the present invention, when the bolted connection 
passes to a bearing state at the time of a fire, the same shear stress as in high strength bolt does 
not act on nuts and washers, so that general high-strength hexagon nuts and structural high- 
strength plain washers for which no fire resistance is required may be used to avoid a cost 
increase. 

[0094] Further, a part of beam members and joint metal used in the present invention can be 
strictly selected depending upon the site of usage to thereby reduce the material cost and work 
execution time. 
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